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Date : December 23, 1999 
Docket No.: 0459-0386P 



Assistant Commissioner for Patents 
Box PATENT APPLICATION 
Washington, D.C. 2 0231 

Sir: 

As authorized by the inventor(s), transmitted herewith for filing 
is a patent application applied for on behalf of the inventor (s) 
according to the provisions of 37 CFR 1.41(c) . 

Inventor (s) : STENSBORG, Jan 

LINDVOLD, Lars 

For: A METHOD FOR REPLICATING A SURFACE RELIEF AND AN ARTICLE 

FOR HOLDING A SURFACE RELIEF 

Enclosed are: 

X A specification consisting of 15 pages 

X _5 sheet (s) of Formal drawings 

Certified copy of Priority Document (s) 

X Executed Declaration in accordance with 37 CFR 1,64 will follow 

A verified statement to establish small entity status under 37 

CFR 1.9 and 37 CFR 1.27 

X Preliminary Amendment 

X Information Sheet 

Information Disclosure Statement, PT0-1449 with reference (s) 
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The application transmitted herewith is filed in accordance 
with 37 CFR 1.41(c) . The undersigned has been authorized by the 
inventor (s) to file the present application. The original duly- 
executed patent application together with the surcharge will be 
forwarded in due course . 

A check in the amount of S 1108.00 to cover the filing fee and 
recording fee (if applicable) is enclosed. 

The Government Filing Fee will be paid at the time of completion 
of the filing requirement . 

Please charge Deposit Account No. 02-2448 in the amount of 

$ . a triplicate copy of this transmittal form is 

enclosed. 

Send Correspondence to: BIRCH, STEWART, KOLAS CH & BIRCH, LLP 

P. 0. Box 747 

Falls Church, Virginia 22040-0747 
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No fee is enclosed* 

If necessary, the Commissioner is hereby authorized in this, 
concurrent, and future replies, to charge payment or credit any 
overpayment to Deposit Account No. 02-2448 for any additional 
fees required under 3 7 C.F.R. 1.16 or under 3 7 C.F.R. 1.17; 
particularly, extension of time fees. 



Respectfully submitted, 



BIRCH, STEWART, KOLAS CH & BIRCH, LLP 




JOHN CASTELL3N0 } /( / 

Reg. No. 35,094 / 
P. 0. Box 747Vy 
Falls Church, Virginia 22040-0747 
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IN THE U.S. PATENT AND TRADEMARK OFFICE 
INFORMATION SHEET 

Applicant: STENSBORG, Jan 

LINDVOLD, Lars 

Application No.: 

Filed: December 23, 1999 

For: A METHOD FOR REPLICATING A SURFACE RELIEF AND AN ARTICLE 

FOR HOLDING A SURFACE RELIEF 

Priority Claimed: 

COUNTRY DATE NUMBER 

Denmark 12/30/98 PA 1998 01745 



1 Send Correspondence to: BIRCH, STEWART, KOLAS CH & BIRCH, LLP 

P. 0. Box 747 



Falls Church, Virginia 22040-0747 
(703) 205-8000 



The above information is submitted to advise the USPTO of all 
relevant facts in connection with the present application. A timely 
^ executed Declaration in accordance with 37 CFR 1.64 will follow. 



Respectfully submitted, 

BIRCH, STEWART, KOLAS CH & BIRCH, LLP 
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IN THE U.S. PATENT AND TRADEMARK OFFICE 



PATENT 
459-386P 



Applicants: STENBORG, Jan et al 



Serial No. 



Filed: 



For : 



New 

December 23, 1999 



Group: Unknown 
Examiner: Unknown 



A METHOD FOR REPLICATING A SURFACE RELIEF AND 
AN ARTICLE FOR HOLDING A SURFACE RELIEF 



PRELIMINARY AMENDMENT 



Assistant Commissioner for Patents 
Box Patent Application 
Washington, D.C. 20231 



December 23, 1999 



'SSir : 



The following preliminary amendments and remarks are respectfully 
^submitted in connection with the above-identified application. 
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IN THE CLAIMS: 



= : JCLAIM 3: Line 1, change "claim 1 or 2 to --claim 1-- 



CLAIM 7: Line 1, change "claim 5 or 6" or --claim 5-- 



CLAIM 8: Line 1, change "any of the preceding claims' 7 to --claim 1-- 



CLAIM 9: Line 1, change "any of the preceding claims" to --claim 1-- 
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CLAIM 10: Line 1, change "any of the preceding claims" to --claim 1- 



CLAIM 11: Line 1, change "any of claims 1-9" to --claim 1-- 



CLAIM 14: Line 1, change "claim 12 or 13" to --claim 12-- 



CLAIM 16: Line 1, change "any of claims 12-15" to --claim 12-- 



:1CLAIM 17: Line 1, change "any of claims 12-1^" to --claim 12-- 



f CLAIM 18: Line 1, change "any of claims 12-17" to — claim 12' 



3fc 
Hf,: 



CLAIM 19: Line 1, change "any of claims 12-18" to — claim 12- 



CLAIM 20: Line 1, change "any of claims 12-18" to — claim 12 — 



CLAIM 23: Line 1, change "any of claims 21 or 22" to — claim 21- 
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CLAIM 24: Line 1, change "any of claims 21-23" to --claim 21-- 



CLAIM 26: Line 1, change "claim 24 or 25" to --claim 24 — 



CLAIM 27: Line 1, change "any of claims 21-26" to --claim 21— 



JjCLAIM 28: Line 1, change "any of claims 21-27" to --claim 21- 



afc 



-CLAIM 31: Line 1, change "any of claim 29 or 30" to — claim 29- 



CLAIM 32: Line 1, change "any of claims 2 9-31" to — claim 2 9 — 



CLAIM 33: Line 1, change "any of claims 29-32" to --claim 29- 



CLAIM 35: Line 1, change "any of claims 29-34" to --claim 29' 
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***** REMARK * * * * * 



The above amendments to the claims are merely to delete the 
improper multiple dependencies and place the application into better 
form prior to examination. 

Favorable action on the above-identified application is 
respectfully requested. 

If necessary, the Commissioner is hereby authorized in this, 
concurrent, and future replies, to charge payment or credit any 
Soverpayment to Deposit Account No. 02-2448 for any additional fees 

a] 

Irequired under 37 C.F.R. §1.16 or under 37 C.F.R. §1.17; particularly, 



^extension of time fees. 



Respectfully submitted, 



BIRCH, STEWART, KOLASCH & BIRCH, LLP 
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A METHOD FOR REPLICATING A SURFACE RELIEF AND AN ARTICLE FOR HOLD- 
ING A SURFACE RELIEF 

The present invention relates to a method for replicating a surface relief in a non-metallic 
5 layer. In particular, the present invention relates to a method for replicating a surface relief 
in a non-metallic layer being held by a metal substrate. Furthermore, the present invention 
relates to an article for holding a surface relief, said article being manufactured according 
to the above-mentioned method. 

10 The use of holograms as means to protect printed materials and other products against 
counterfeiting has gained wide acceptance in industry today. Holograms are also used as 
decoration on printed materials, in particular packaging. Holograms are either applied as 
labels or by hot embossing of holographic foils. 

15 Generally, inducing holograms directly into metals is very costly whereby the cost of each 
item becomes high. Furthermore, there are limitations in choice of metals, and the 
durability of these metals is low. 

US 4,725,1 1 1 and US 4,773,718 both pertain to processes of embossing holograms di- 
20 rectly into a metal surface, preferably aluminium. Embossing of holograms directly into a 
metal requires that high pressure is applied to the embossing tool due to the hardness of 
the metal. In US 4,725,1 1 1 and US 4,773,718 this problem has been solved by running 
the embossing process at elevated temperatures - i.e. the temperature of the metal is 
heated above room-temperature during embossing of holograms. 

25 

It is a disadvantage of the processes described in US 4,725,1 1 1 and US 4,773,718, that 
in order to soften the aluminium the embossing process must take place at elevated 
temperatures so as to reduce the hardness of the aluminium. 

30 US 4,900,1 1 1 describes a technique for embossing holograms into a hard metal surface. 
The hard metal surface is coated with a soft metal layer, preferably tin, whereby emboss- 
ing may take place at room-temperature. 



2 

US 5,193,014 describes a method of using a simple diffraction grating in the bottom of a 
tin can as a pressure gauge. Using the described method the filling of the can - e.g. with 

beverages - may be controlled by monitoring light diffracted from the diffraction grating. 

5 It is a disadvantage of all the above-mentioned techniques, that a relative high pressure is 
required in order to press the embossing tool into the material in question. 

It is a further disadvantage of all the above-mentioned techniques that due to the high 
pressure required - and therefore also the time required to manufacture e.g. a hologram - 
10 none of the above-mentioned techniques can be combined with high speed manufacturing 
of e.g. food containers. 

It is a still further disadvantage of all the above-mentioned techniques that the article in 
which a hologram is to be induced may not be prepared with a colour print prior to em- 
15 bossing the hologram. 

It is a still further disadvantage of all the above-mentioned techniques that no visual ef- 
fects provided by colour prints may be combined with holograms. 

20 It is an object of the present invention to provide a technique for replicating a surface relief 
into a broad range of materials, preferably non-metallic materials. 

It is a further object of the present invention to provide a technique for replicating a sur- 
face relief without applying a high pressure to the embossing tool. 

25 

It is a still further object of the present invention to provide a technique for replicating a 
surface relief at high speeds and at room-temperature. In particular, the technique should 
be applicable for high-speed production lines for manufacturing e.g. food containers. 

30 The above-mentioned objects are complied with by providing, in a first aspect, a method 
for replicating a surface relief, said method comprising the steps of 

- providing a first layer of a non-metallic material, and 
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- pressing into the first layer of non-metallic material an object comprising a surface so 
as to change surface properties of the first layer of non-metallic material in order to 
replicate at least one surface relief, said at least one surface relief forming part of the 
surface of the object. 

5 

The first layer of non-metallic material may preferably be selected from the group con- 
sisting of lacquers, polymers, printing inks or any combination thereof. The first layer may 
in principle be held by any kind of substrate. Preferably, the first layer is held by a metal 
substrate. 

10 

The substrate may be substantially plane. Alternatively, the substrate may be curved. In 
order to replicate a surface relief having surface variations on a sub-micron scale the sur- 
face of the substrate has to fulfil certain requirements. The surface of the substrate should 
be as smooth as possible. 

15 

The metal substrate may hold a colour print so as decorate the surface and to enhance 
visual effects generated by the surface relief upon incident of external illumination. 

in order to protect the replicated surface relief the method may further comprise the step 
20 of providing a second layer, said second layer being substantially transparent and cover- 
ing at least part of the first layer of non-metallic material. This second layer may be se- 
lected from the group consisting of lacquers, polymers, laminated plastic, printing inks or 
any combination thereof. The second layer may be provided so as to follow the surface 
variations of the replicated surface relief. Alternatively, the second layer may be provided 
25 so as to encapsulate the replicated surface relief. In this situation the second layer does 
not necessarily follow the surface variations of the surface relief. 

In order obtain visual effects the refractive indices of the first and second layers must be 
different. The at least one surface relief replicated in the first layer of non-metallic material 
30 may comprise a diffracting optical eiement, such as a hologram, grating or the like. 

Preferably, the thickness of the first layer of non-metallic material is within the range 1-50 
jim, such as within the range 2-25 \im, such as within the range 2-20 jam, such as within 
the range 5-15 urn, such as within the range 5-10 jim. 

35 
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Replication of the at least one surface relief may be performed as a part of a rolling proc- 
ess or a stamping process or any combination thereof. 

In a second aspect, the present invention relates to a method for replicating a surface re- 
5 lief, said method comprising the steps of 

- providing a first layer of a non-metallic material, said first layer of non-metallic mate- 
rial being held by a metal substrate, 

10 - pressing into the first layer of non-metallic material an object comprising a surface so 
as to change surface properties of the first layer of non-metallic material in order to 
replicate at least one surface relief, said at least one surface relief forming part of the 
surface of the object, and 

15 - providing a metal layer onto at ieast part of the at least one replicated surface relief, 
said metal layer being substantially conform with the at ieast one replicated surface 
relief. 

Again, the first layer of non-metallic material may be selected from the group consisting of 
20 lacquers, polymers, printing inks or any combination thereof 

By substantially conform is meant that the thickness of the metal layer is essentially 
constant, whereby the surface variations of the surface relief are maintained. 

25 The method according to the second aspect of the present invention may further comprise 
the step of providing a second layer, said second layer being substantially transparent 
and covering at least part of the metal layer. 

Similar to the first aspect of the present invention, the second layer may be selected from 
30 the group consisting of lacquers, polymers, laminated plastic, printing inks or any combi- 
nation thereof. The thickness of the first layer of non-metallic material is preferably within 
the same range as the first layer according to the first aspect of the present invention. 

The at least one surface relief replicated in the first layer of non-metallic material may 
35 comprise a diffracting optical element, such as a hologram, grating or the like. 
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The metal layer covering at least part of the at least one replicated surface relief may 
comprise a highly refractive material, such as aluminium, silver, gold, titanium dioxide and 
zirconium dioxide or any combination thereof. 

5 Replication of the at least one surface relief may be performed as a part of a rolling pro- 
cess or a stamping process or any combination thereof. 

Preferably, the providing of the first layer of non-metallic material and the changing of the 
surface properties of said first layer is performed during essentially the same 
10 manufacturing process. By essentially is meant within a time period of a few minutes. The 
replicated surface relief is essentially permanent over time. By essentially permanent is 
meant that the replicated surface relief is stable over a period of at least 12 months. 

The surface of the object being pressed into the first layer of non-metallic material is pref- 
15 erably fabricated from a refractory material. Alternatively the surface may be hardened so 
as to reduce wear of the surface of the object. 

In a third aspect, the present invention relates to an article for holding a surface relief, said 
article comprising 

20 

- a metal substrate, and 

- a first layer of non-metallic material being held by the substrate, said first layer of 
non-metallic material being adapted to hold at least one surface relief. 

25 

Also in the aspect, the at least one surface relief being held by the first layer of non- 
metallic material may comprise a diffracting optical element, such as a hologram, grating 
or the like. 

30 The first layer of non-metallic material may be selected from the group consisting of lac- 
quers, polymers, printing inks or any combination thereof. 

The order to protect the surface relief the article may further comprise a second layer, 
said second layer being substantially transparent and covering at least part of the first 
35 layer of non-metallic material. The second layer, which has a reflective index different 
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from the first layer of non-metal material, may be selected from the group consisting of 
lacquers, polymers, laminated plastic, printing inks or any combination thereof. 

The metal substrate may hold a colour print so as to enhance visual effects. Preferably, 
5 the article forms an integrated part of a container, such as a food container. !n the present 
context food containers also means confectionery containers, tobacco containers, milk 
powder containers, containers for heat-treated food, cake cans or biscuit cans. Alterna- 
tively, the container may be a container for beverages. Finally a container may also be a 
general-purpose bucket, such as a bucket for holding paint. 

10 

The above-mentioned types of containers are known as either food containers or non- 
food containers. 

In a fourth aspect, the present invention relates to an article for holding a surface relief, 
1 5 said article comprising 

- a metal substrate, 

- a first layer of non-metallic material being held by the substrate, said first layer of 
20 non-metallic material being adapted to hold at least one surface relief, and 

- a metal layer covering at least part of the first layer of non-metallic material and be- 
ing substantially conform with the at least one replicated surface relief being held by 
the first layer of non-metallic materia!. 

25 

Again, the at least one surface relief being held by the first layer of non-metallic material 
may comprise a diffracting optica! element, such as a hologram. The first layer of non- 
metallic material may be selected from the group consisting of lacquers or polymers or 
any combination thereof. The wording "substantially conform" has previously been 
30 defined. 

The metal layer covering at least part of the at least one replicated surface relief may 
comprise a material selected from the group consisting of aluminium, silver, gold, titanium 
dioxide and zirconium dioxide or any combination thereof. 

35 



7 



The article according to the fourth aspect of the present invention may further comprise a 
second layer, said second layer being substantially transparent and covering at ieast part 
of the metal layer, said second layer being adapted to protect the replicated surface relief 
and the metal layer. The second layer may be selected from the group consisting of 
5 lacquers, polymers, laminated plastic or any combination thereof. 

Preferably, the article according to the fourth aspect of the present invention forms an 
integrated part of a container, such as a food container. The different types of containers 
have previously been discussed, 

10 

The present invention will now be described in further details with reference to the 
accompanying figures. 

Figure 1 illustrates a replicated surface relief 3 in a non-metallic layer 2. The non-metallic 
1 5 layer 2 is being held by a metal substrate 1 . 

Figure 2 shows the article shown in figure 1 where the surface relief 3 is covered by a 
protective layer 4. 

20 Figure 3 shows the article shown in figure 1 where the surface relief 3 is covered by a 
protective layer 5. 

Figure 4 illustrates a replicated surface relief 3 in a non-metallic layer 2. The surface relief 
is covered with a thin and conform metal layer 6 in order to enhance reflectivity from the 
25 article. As in figure 1 the non-metallic layer 2 is being held by a metal substrate 1 . 

Figure 5 shows the article shown in figure 5 where the thin and conform metal layer 6 is 
covered by a protective layer 4. 

30 Figure 6 is similar to figure 2 except that the metal substrate holds a colour print 7. 

Figure 7 is similar to figure 3 except that the metal substrate holds a colour print 7. 
Figure 8 shows the principle of a rolling process. 

35 
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Figure 9 shows the principle of a stamping process. 

Replication of surface reliefs according to the present invention forms an integral part of a 
colour printing process in the manufacturing of metal containers for the food industry. In 
5 this way, cuts and savings in production time and resources are achieved. Last but cer- 
tainly not least, holograms will appear as an integral part of the product, i.e., an integral 
part of a metal container. This gives a more uniform design of a metal substrate and pro- 
tects the container against counterfeiting. 

10 Referring now to figure 1 , an article according to a preferred embodiment of the present 
invention as shown. The article comprises a metal substrate 1 which, in figure 1 , is shown 
as a plane substrate. However, the substrate may as well be curved so as to form a 
sidewall of e.g. a cylindrical shaped food container. The surface of the substrate should 
be as smooth as possible. Preferably, the substrate is metal, such as aluminium ortin- 

15 plate. 

As seen in figure 1 the substrate holds a layer of non-metallic material 2. Preferably, the 
non-metallic layer is one of the following lacquers - Dl 4004 or lacquer no. 1402-011 both 
supplied by the company Valspar Coates. Alternatively, the following lacquers may be 
20 used: 

EG 41001 F, EG 41082 F and EQ 16003 F from PPG 
77/6/5 Z from Vernicoior 
11545 from Manders 
25 ME 812 F, 11 573MA from Valspar Coates 

A surface relief 3 has been replicated in the non-metallic layer 2. The replicated surface 
relief 3 is seen as small spatial variations in the surface topology of the non-metallic layer 
2. Preferably, the surface relief 3 is a diffracting optical element, such as a hologram, 
30 grating or the like. The thickness of the non-metallic layer is typically within the range 5-1 0 
jim, which is sufficient to absorb the depth variations of the surface relief 3. These are 
typically in the 50-300 nm range. 
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In order to protect the replicated surface relief 3 a protective layer of transparent material 
4 and 5 may optionally be provided on top of the replicated surface relief. These 
protective layers 4 and 5 are shown in figure 2 and 3. 

In figure 2 the lower surface of the protective layer 4 follows the surface variations of the 
5 surface relief 3. In figure 3 the protective layer 5 does not follow the surface variations of 
the surface relief 3 whereby air gaps are formed between the protective layer 5 and the 
surface of the surface reliefs. 

In order to obtain visual effects from the surface relief 3 in figure 2 the refractive index of 
10 the non-metallic layer 2 must be different from the refractive index of the protective layer 
4. The protective layers 4 and 5 are selected among the same group of lacquers as the 
non-metallic layer 2. 

Referring now to figure 3, the requirements regarding the refractive indices are not as 
1 5 critical as in figure 2. This is due to the air gaps between the non-metallic layer and the 
protective layer. The reason for this being that the air gaps automatically result in a re- 
fractive index step at the surface of the surface relief 3. 

The visual effects obtained from the articles shown in figure 2 and 3 are generated by the 
20 refractive index difference between the non-metallic layer and the adjacent medium 
(protective layer or air). One way of enhancing the visual effects is to coat the surface of 
the surface relief 3 with a thin and conform metal layer 6, which enhances the reflectivity 
of the article. It is important to stress that the metal layer 8 must be conform so as to 
maintain the surface variations of the surface relief. An article having such a metal layer 6 
25 is shown in figure 4 and 5. In figure 4 the metal layer 6 will be exposed to the surrounding 
environment whereas, in figure 5, the metal layer 6 is covered with a protection layer 5. 
Preferably, the metal layer 6 is protected by a protective layer whereby oxidation and 
other damages of the surface variations may be significantly reduced. The protective layer 
also protects the replicated surface relief against wear. 

30 

Visual effects may also be enhanced if the substrate, prior to providing the non-metallic 
layer, comprises a colour print - as illustrated in figure 6 and 7. The colour print 7 is a 
colour layer positioned between the metal substrate 1 and the non-metallic layer 2. The 
colour print 7 will typically contain a decoration, such as a logo, trademark etc. The best 
35 visual effects have been observed using dark colours, e.g. dark blue. 
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As previously mentioned replication of a surface relief may be performed as a part of a 
rolling or a stamping process. The general principle of a rolling process is illustrated in 
figure 8 where the carrier roll 9 is adapted to hoid and move the substrate 1 and non-me- 
5 tallic layer 2. The replicating tool 8 is positioned above the carrier roll. The pressure ap- 
plied to the replicating tool during embossing is dependent on the properties of the non- 
metallic layer. The applied pressure is within the range 100-1000 kg/cm 2 . Preferably s the 
applied pressure is within the range 300-400 kg/cm 2 . Compared to conventional systems 
where holograms are embossed directly into metai substrates the required pressure in the 
10 present invention has been significantly reduced. 

In figure 9 a stamping process is illustrated. The substrate 1 holding the non-metallic layer 
2 is positioned on a support structure 10. Again, the embossing tool 8 is pressed into the 
non-metallic layer 2 in order to replicate a surface relief. 

15 

For industrial purposes, where high-speed manufacturing is required, the rolling process 
is the most favourable. Furthermore, the rolling process may be easily adapted to con- 
ventional rolls. 



20 
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CLAIMS 

1 . A method for replicating a surface relief, said method comprising the steps of 

5 - providing a first layer of a non-metailic material, and 

- pressing into the first layer of non-metallic material an object comprising a surface so 
as to change surface properties of the first layer of non-metaliic materia! in order to 
replicate at least one surface relief, said at least one surface relief forming part of the 
1 0 surface of the object. 

2. A method according to claim 1, wherein the first layer of non-metallic material is se- 
lected from the group consisting of lacquers, polymers, printing inks or any combination 
thereof. 

15 

3. A method according to claim 1 or 2, wherein the first layer of non-metallic material is 
being held by a metal substrate. 

4. A method according to claim 3, wherein the metal substrate holds a colour print. 

20 

5. A method according to any of the preceding claims further comprising the step of pro- 
viding a second layer, said second layer being substantially transparent and covering at 
least part of the first layer of non-metallic material. 

25 6. A method according to claim 5, wherein the second layer is selected from the group 
consisting of lacquers, polymers, laminated plastic, printing inks or any combination 
thereof. 

7. A method according to claim 5 or 6, wherein the refractive index of the first layer of non- 
30 metallic material and the second layer is different. 

8. A method according to any of the preceding claims, wherein the at least one surface 
relief replicated in the first layer of non-metallic material comprises a diffracting optical 
element. 
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9. A method according to any of the preceding claims, wherein the thickness of the first 
layer of non-metallic material is within the range 1-50 jum, such as within the range 2-25 
jim, such as within the range 2-20 urn, such as within the range 5-15 jam, such as within 
the range 5-10 jum. 

5 

10. A method according to any of the preceding claims, wherein replication of the at least 
one surface relief is performed as a part of a rolling process. 

1 1 . A method according to any of claims 1 -9, wherein replication of the at least one sur- 
10 face relief is performed in a stamping process. 

12. A method for replicating a surface relief, said method comprising the steps of 

- providing a first layer of a non-metallic material, said first layer of non-metallic mate- 
15 rial being held by a metal substrate, 

- pressing into the first layer of non-metallic material an object comprising a surface so 
as to change surface properties of the first layer of non-metallic material in order to 
replicate at least one surface relief, said at least one surface relief forming part of the 

20 surface of the object, and 

- providing a metal layer onto at least part of the at least one replicated surface relief, 
said metal layer being substantially conform with the at least one replicated surface 
relief. 

25 

13. A method according to claim 12, wherein the first layer of non-metallic material is se- 
lected from the group consisting of lacquers, polymers, printing inks or any combination 
thereof. 

30 14. A method according to claim 12 or 13 further comprising the step of providing a sec- 
ond layer, said second layer being substantially transparent and covering at least part of 
the metal layer. 
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15. A method according to claim 14, wherein the second layer is selected from the group 
consisting of lacquers, polymers, laminated plastic, printing inks or any combination 
thereof 

5 16. A method according to any of claims 12-15, wherein the at least one surface reiief 
replicated in the first layer of non-metallic material comprises a diffracting optical element. 

17. A method according to any of claims 12-16, wherein the thickness of the first layer of 
non-metallic material is within the range 1-50 ^m s such as within the range 2-25 jam, such 

10 as within the range 2-20 jam, such as within the range 5-15 jam, such as within the range 
5-10 (am. 

18. A method according to any of claims 12-17, wherein the metal layer covering at least 
part of the at least one replicated surface relief comprises a highly refractive material, 

15 such as aluminium, silver, gold, titanium dioxide and zirconium dioxide or any combination 
thereof. 

19. A method according to any of claims 12-18, wherein replication of the at least one 
surface relief is performed as a part of a rolling process. 

20 

20. A method according to any of claims 12-18, wherein replication of the at least one 
surface relief is performed in a stamping process. 

21. An article for holding a surface relief, said article comprising 

25 

- a metal substrate, and 

- a first layer of non-metallic material being held by the substrate, said first layer of 
non-metallic material being adapted to hold at least one surface relief. 

30 

22. An article according to claim 21 , wherein the at least one surface relief being held by 
the first layer of non-metallic material comprises a diffracting optical element. 
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23. An article according to claim 21 or 22, wherein the first layer of non-metallic material is 
selected from the group consisting of lacquers, polymers, printing inks or any combination 
thereof. 

5 24. An article according to any of claims 21-23 further comprising a second layer, said 
second layer being substantially transparent and covering at least part of the first layer of 
non-metallic material. 

25. An article according to claim 24, wherein the second layer is selected from the group 
10 consisting of lacquers, polymers, laminated plastic, printing inks or any combination 

thereof. 

26. An article according to claim 24 or 25, wherein the refractive index of the first layer of 
non-metallic material and the second layer is different. 

15 

27. An article according to any of claims 21-26, wherein the metal substrate holds a colour 
print. 

28. An article according to any of claims 21-27, wherein the article forms an integrated 
20 part of a container, such as a food or beverage container. 

29. An article for holding a surface relief, said article comprising 

- a metal substrate, 

25 

- a first layer of non-metallic material being held by the substrate, said first layer of 
non-metallic material being adapted to hold at least one surface relief, and 

- a metal layer covering at least part of the first layer of non-metallic material and be- 
30 ing substantially conform with the at least one replicated surface relief being held by 

the first layer of non-metallic material. 

30. An article according to claim 29, wherein the at least one surface relief being held by 
the first layer of non-metallic material comprises a diffracting optical element. 
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31. An article according to claim 29 or 30 3 wherein the first layer of non-metallic material is 
selected from the group consisting of lacquers, polymers, printing inks or any combination 
thereof. 

5 32. An article according to any of claims 29-31 , wherein the metal layer covering at least 
part of the at least one replicated surface relief comprises a material selected from the 
group consisting of aluminium 5 silver, gold, titanium dioxide and zirconium dioxide or any 
combination thereof. 

0 33. An article according to any of claims 29-32 further comprising a second layer, said 
second layer being substantially transparent and covering at least part of the metal layer. 

34. An article according to claim 33, wherein the second layer is selected from the group 
consisting of lacquers, polymers, laminated plastic, printing inks or any combination 

5 thereof. 

35. An article according to any of claims 29-34, wherein the article forms an integrated 
part of a container, such as a food or beverage container. 



ABSTRACT 



The present invention relates to a method for replicating a surface relief. In particular, the 
present invention relates to a method for replicating a surface relief in a non-metallic layer 
being held by a metal substrate. Furthermore, the present invention relates to an article 
for holding a surface relief. The article will typically form an integral part of a metal con- 
tainer, such as a food container. 
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